AMENDMENT NO. 1 AUGUST 2022 


TO 


IS 11303 : 2017 TRANSPARENT TOILET SOAP — SPECIFICATION 


( First Revision ) 


(Page 1, clause 3.1) — Substitute the existing sentence by the following: 
‘For the purpose of this standard, the definitions given in 3 of IS 286 shall apply.’ 
(Page 1, clause 4.4.2.1) — Substitute the existing sentence by the following: 


‘The material shall neither contain any synthetic detergent when tested as per the method given 
in Annex B and Annex C of IS 4955 nor any phosphate when tested as per the method 
prescribed in 21 of IS 286.’ 


(Page 1, Table 1) — Substitute the existing table by the following: 


Table 1 Requirements for Transparent Toilet Soap 
(Clauses 4.3, 6.2.2, 6.3.1.1 and 7.1) 


Sl Characteristics Requirement Method of Test 
No. 
(1) (2) (3) (4) 
i) Total fatty matter, percent by mass, Min 60 IS 286 
ii) Rosin acids”, percent by mass of total fatty 20 IS 286 
matter, Max 
iii) Unsaponified fatty matter, percent by mass, 0.5 IS 286 
Max 
iv) Free caustic alkali (as NaOH), percent by 0.05 IS 286 
mass, Max 
v) Transparency To pass the test Annex B 


D Jf rosin is not used as an ingredient during the manufacture of soap there is no need to test the 
requirement of rosin acid content. 


(Page 2, clause 6.1) — Substitute the existing sentence by the following: 


1 Price Group 1 


Amendment No. 1 to IS 11303 : 2017 


‘General precautions in sampling, scale of sampling and preparation of test samples shall be as 
prescribed in 4.1, 4.2, and 4.3 respectively of IS 286.’ 


(Page 3, Annex A) — Substitute: 


‘IS 286 : 1978 Methods of sampling and test for soaps (second revision) with IS 286 : 2018 
Methods of sampling and test for soaps (third revision) 


IS 4955 : 2001 Household laundry detergent powders (third revision) with IS 4955 : 2020 
Household laundry detergent powders — Specification (fifth revision).’ 
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